Gum tragacanth .....
	At times yields a weak blue coloration, due to the presence of starch in small amount.
	Lumpy blue precipitate unaltered on boiling. Seldom  yields  a  deposit   of   red   copper sub-oxide.
	
	Similar to gum
	arabic.

Vegetable mucilages . .
	Iceland moss gives a blue coloration owing to its starch content.
	Blue, lumpy precipitate. On long boiling many mucilages yield the sub-oxide.
	
	Precipitate
	

Glue (gelatin) ......
	
	One or two drops of cop-
	
	Turbidity in ver^
	y7 strong


	
	per sulphate solution to an alkaline glue solution give the bin-ret reaction, especially on wanning.
	
	solutions.
	

Albumen solutions . . .
	
	Biuret reaction as above.
	
	White turbidity
	or pre-


	
	
	
	cipitate.
	

Solid albumen ......
	
	Biuret reaction.
	
	
	

Potassium ferrocyanide and acetic acid gives with albumen solutions white precipitates.

Milton's reagent gives a white precipitate which assumes a pink color on boiling.

Solid albumen shows the same reaction.

Dilute nitric acid poured slowly on albumen solution produces a white ring at the point of contact.    Solid albumen turns yellow in

this case.

Mercuric chloride gives a white precipitate with albumen solution as well as with glue.
Adamkiewicz's reagent (10 c.c. cone, sulphuric acid -f- 20 c.c. glacial acetic acid) gives a violet coloration with solid albumen.
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